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® A polyester resin composition obtained by melt-mixing a mixture comprising resin components comprising 
^ as main resins 

(V) (A) a thermoplastic polyester resin and 

0> (B) a polyorganosiloxane graft copolymer obtained by graft-polymerizing one or more kinds of vinyl monomer 
^ containing at least an epoxy group-containing vinyl monomer onto a compound rubber in which a polyor- 
€0 ganosiloxane rubber and a polyalkyi (meth)acry!ate rubber have been inseparably united with each other. 

According to the present invention is provided a polyester resin connposition in which the impact resistance of a 
~ thermoplastic polyester resin, a main constituent, has been improved over a wide temperature range including 
O low temperatures below 0 * C, and which provides molded products having good appearance. 
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BACKGROUND OF THE INVENTION 
Field Of the Inventibii 

5 The present invention relates to a polyester resin composition improved in impact resistance, particu- 

larly Impact resistance at low temperatures while maintaining its mechanical properties such as strength, 
stiffness and the like. 

Description of the Prior Art 

70 

Hitherto, there have been proposed many methods for improving the mechanical properties (e.g. Impact 
resistance) of thermoplastic polyester resins. Among these, relatively excellent methods are those de- 
scribed in Japanese Patent Application Kokoku No. 68-47419 and EP-A2-0367219. The former method Is a 
method of blending a polyester resin and an a-olefin/glycidyl methacry late/vinyl acetate copolymer, and the 
IS latter one Is a method of blending a polyester resin and a graft silicone rubber obtained by graft- 
polymerizing an epoxy group-containing vinyl monomer onto a polyorganosiloxane polymer. 

However, resin compositions obtained by the method described in Japanese Patent Application Kokoku 
No. 58-47419 have a problem that the impact resistance in the vicinity of room temperature is excellent, but 
that an improvement in Impact strength at a low temperature below 0 * C Is not sufficient, so that the range 
20 of application of the resin compositions Is limited. Resin compositions obtained by the method described in 
EP-A2-0367219 have a problem that an improvement in impact strength is not sufficient, so that the 
appearance of molded products obtained therefrom is poor. 

SUMMARY OF THE INVENTION 

25 

In view of the situation mentioned above, the present inventors have extensively studied to obtain a 
polyester resin composition in which the impact resistance of a thermoplastic polyester resin, a main 
constituent, has been Improved over a wide temperature range Including low temperatures below 0*C, and 
which provides molded products having a good appearance. As a result, the present inventors have found 

30 that the above object can be attained by blending the thermoplastic polyester resin with a polyorganosilox- 
ane graft copolymer resin obtained by graft-polymerizing one or more kinds of vinyl monomer containing at 
least an epoxy group-containing vinyl monomer onto a compound rubber in which a polyorganosiloxane 
rubber and a polyalkyi (meth)acrylate rubber have been Inseparably united with each other. The present 
inventors thus attained to the present invention. 

35 The gist of the present invention consists In a polyester resin composition obtained by melt-mixing a 
mixture comprising resin components comprising as main resins 

(A) a thermoplastic polyester resin and 

(B) a polyorganosiloxane graft copolymer obtained by graft-polymerizing one or more kinds of vinyl 
monomer containing at least an epoxy group-containing vinyl monomer onto a compound rubber in 

40 which a polyorganosiloxane rubber and a polyalkyi (meth)acrylate rubber have been inseparably united 
with each other. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

45 The thermoplastic polyester resin used In the present Invention comprises as a main constituent (a) a 
polyester obtained by condensing an aromatic discarboxyllc acid with a dihydric phenol, lower aliphatic diol 
or alicyclic diol, (b) an aromatic polyester derived from an aromatic hydroxycarboxylic add or (c) a 
copolymer comprising (a) and (b). 

The aromatic dicarboxyllc acid used in the present invention is represented by the formula, 

50 

O O 

II II 

HOC-R . -COH 
4 

55 

wherein R* represents a substituted or unsubstltuted phenylene group, a group represented by the formula, 



2 
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20 



40 



(in which Z represents a direct bond. -CH2- or -CO-) or a naphthylene group. 

The substituted phenylene group referred to herein means a phenylene group having 1 to 4 sub- 
stituents. The substrtuent includes for example chlorine, bromine, methyl and the like. Specific examples of . 
such the aromatic dicarboxylic acid include terephthalic acid, isophthalic acid, diphenyl-m,m*-dicarboxylic 

10 acid, diphenyl-p.p'-dicarboxylic acid, diphenylmethane-m.m'-dicarboxylic acid, diphenylmethane-p.p'-dicar- 
boxylic acid, benzophenone-4,4'-dlcarboxylic acid, naphthalene-dicarboxyiic acid and the like. These ar- 
omatic dicarboxylic acids may be used alone or In admi>cture of two or more of them. Further, a small 
amount of aliphatic dicarboxylic acids such as adipic acid, sebacic acid and the like may be used together, 
so far as the physical properties of the polyester are not substantially reduced in practical use. 

75 The dihydric phenol used in the present invention includes for example hydroquinone, resorclnol, 
dihydroxynaphthalene, biphenyldiol, 1 .8-dihydroxyanthraquinone and compounds represented by the for- 
• mula, 



HO 



In which Rs represents an oxygen atom, a sulfur atom, -CO-. -SO2- or an alkylene group having 5 or less 
25 carbon atoms which may be substituted with a halogen. Specific examples of the dihydric phenol include 
2,2-bis(4-dihydroxyphenyl)propane (bisphenol A), 4.4'-dihydroxydiphenyl sulfone. 4,4'-dihydroxydiphenyl 
ether, 4,4'-dihydroxydiphenyl sulfide. 4.4*-dihydroxydiphenyl ketone. 4.4'-dihydroxydiphenylmethane. 1,1- 
bis(4-hydroxyphenyl)butane, 1,1-bis-(4-hydroxyphenyl)-2,2.2-trlchloroethane and the like. 

The lower aliphatic diol used in the present invention is an alkylenediol having 2 to 6 carbon atoms. Its 
30 specific examples include ethylene glycol, propylene glycol, 1 ,4-butanediol, 1 ,5-pentanediol, 1 ,6-hexanediol 
and the like. 

The alicyclic diol includes cyclohexanediol, cyclohexanedimethanol and the like. These dihydric phenol, 
lower aliphatic diol and alicyclic diol may be used alone or in admixture of two or more of them. 

The aromatic hydroxycarboxylic acid used in the present invention includes a hydroxycarboxylic acid 
35 represented by the formula, 

O 
II 



HO-Rg-COH, 



in which Rg represents a phenylene group, a group represented by the formula, 



(in which X represents a direct bond or an alkylene group having 5 or less carbon atoms) or naphthylene 
50 group. 

Specific examples of such the aromatic hydroxycarboxylic acid include m-hydroxybenzolc acid, p- 
hydroxybenzolc acid, 2-hydroxy-6-naphthoic acid, 2-(4-hydroxyphenyl)-2-(4*-carboxyphenyl)propane, 4- 
hydroxyphenyI-4-carboxyphenyl ether and the like. These aromatic hydroxycarboxylic acids may be used 
alone or in admixture of two or more of them. 
55 Among these polyesters, polyethylene terephthalate. polybutylene terephthalate and poIy(1 ,4-cyclohex- 
anedimethylene terephthalate)' are preferably used because when they are used as the polyester of the 
present invention, they exhibit impact resistance over a wider temperature range including low tempera- 
tures. 



3 
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The polyorganosiloxane graft copolymer used in the present invention is obtained by graft-polymerizing 
one or more kinds of vinyl monomer containing at least an epoxy group-containing vinyt-monpnrier onto a 
compound rubbei' comprising a polyorganosiloxane rubber and a polyalkyi (rneth)acry late rubber As the 
polyorganosiloxane rubber used herein, there can be used those which are obtained in the form of fine 
5 particles by emulsion polymerization of organosiloxane, a crosslinking agent for the polyorganosiloxane 
rubber (hereinafter referred to as crosslinking agent (I)) and if necessary a graft-linking agent for the 
polyorganosiloxane rubber (hereinafter referred to as graft-linking agent (I)). 

As the organosiloxane used to prepare the polyorganosiloxane rubber, three or more-membered cyclic 
organosiloxanes are used, among which three to six-membered ones are preferably used. Examples of such 
10 the cyclic organosiloxane include hexamethylcyclotrisiloxane, octamethylcyclotetrasiloxane, decamethyl- 
cyclopentasiloxane, dodecamethylcyclohexasiloxane. trimethyltriphenylcyclotrisiloxane, tetramethyl- 
tetraphenylcyclotetrasiloxane, octaphenylcyclotetrasiloxane and the like. These cyclic organosiloxanes may 
be used alone or in mixture of two or more of them. 

As the crosslinking agent (I) used to prepare the polyorganosiloxane rubber, trifunctional or tetrafunc- 
15 tional sllanes, i.e. trialkoxyalkyisi lanes, trialkoxyarylsilanes or tetraalkoxysilanes are used. Specific examples 
of such the crosslinking agent = (I) -Include trimethoxymethylsilane, triethoxyphenylsilane, tetramethoxysilane, 
tetraethoxysilane, tetra-n-propoxysilane, tetrabutoxysilane and the like. As the crosslinking agent (I), tetraal- 
koxysilanes are preferred, among which tetraethoxysilane Is particularly preferably used. 

The graft-linking agent (I) used in necessary to prepare the polyorganosiloxane rubber is a siloxane 
20 having a functional group which does not react at the step of preparation of the polyorganosiloxane rubber, 
but reacts at the subsequent steps, i.e. at the step of preparation of the compound rubber In which the poly- 
(meth)acrylate rubber is prepared by polymerization in the presence of the polyorganosiloxane rubber, and 
the step of graft polymerization. As specific examples, compounds which can form a unit represented by 
either one of the formulae (1-1 ). (1-2), (1-3) and (1-4) are given: 



25 



30 



35 



45 



r2 



= CCOO(CH2)pSiRiO(.3_^j/2 <^-l> 



= CHSiR;0(3_^j/2 



40 2 1 

R'^ R. 



= /-^^°(3-n)/2 <^-^> 



wherein represents a methyl, ethyl, propyl or phenyl group, represents a hydrogen atom or a methyl 
group, n represents an integer of 0, 1 or 2, and p represents an integer of 1 to 6. 

Among these, (meth)acryloyloxyalkylsiloxane which can form the unit represented by the formula (1-1) is 
desirable because It has a high grafting efficiency which makes it possible to form graft chains efficiently, 

so as a result of which the composition of the present invention prepared therefrom acquires more superior 
impact resistance. Among (meth)acryloyloxyalkylslloxanes capable of forming the unit represented by the 
formula (1-1), methacryloyloxyalkylsiloxane is preferred. Specific examples of methacryloyloxyalkylsiloxane 
include /8-methacryloyloxyethyldimethoxymethylsilane. 7-methacryloyloxypropylmethoxydimethylsilane, 7- 
methacryloyloxypropyldimethoxymethylsilane, 7-methacryloyloxypropyltrimethoxysiiane, 7-methacryloylox- 

55 ypropylethoxydiethylsilane, -y-methacryloyloxypropyldiethoxymethylsilane, 5-methacryloyloxybutyldiethox- 
ymethylsilane and the like. 

Vinylsiloxane which can form the unit represented by the formula (1-2) includes vlnylmethyldlmethox- 
ystlane, vinyltrimethoxysllane and the like. Mercaptosiloxane which can form the unit represented by the 
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formula (1-3) includes 7-mercaptopropyldimethoxymethyIsilane, -y-mercaptopropyltrimethoxysilane. -rmer- 
captopropyldiethoxyethylsilane and the like. Compounds which can form the unit represented by the 
formula (1-4) include p-vinylphenylmethyldimethoxysilane and the like. 

The amount of the component derived from the cyclic organosiloxane is 60 wt.% or more, preferably 70 

5 wt.% or more of the polyorganosiloxane rubber. 

The amount of the component derived from the crosslinking agent (I) is 0.1 to 30 wt.% thereof, and that of 
the component derived from the graft-linking agent (I) is 0 to 10 wt-%. 

For producing the latex of this polyorganosiloxane rubber component, methods described, for example, 
in USP No. 2891920. No. 3294725, etc. can be used. In practicing the present invention, it is preferred to 

70 produce the latex by the method in which a mixed solution of organosiloxane, the crosslinking agent (I) and 
if necessary the graft-linking agent (I) is shear-mixed with water with.'fpr example, a homogenizer in the 
presence of a sulfonic acid emulsifier such as an alkylbenzenesutfonic acid, an alkylsulfonic acid and the 
like. As the sulfonic acid emulsifier. an alkylbenzenesulfonic acid is preferably used because it acts as an 
emulsifier for organosiloxane and at the same time acts as a polymerization initiator. In this case, it is 

75 preferred to use a metal salt of the alkylbenzenesulfonic acid or an alkylsulfonic acid together with the 
above sulfonic acid because the metal salt has an effect to keep the emulsified state of the polymer stable 
^ during the graft polymerization. 

For producing the compound rubber, it Is desirable to use the emulsion polymerization method. That is, 
it Is desirable to firstly prepare the polyorganosiloxane rubber by the emulsion polymerization method, and 

20 then to subject a monomer for synthesizing the polyalkyi (meth)acrylate rubber to emulsion polymerization 
in the presence of the polyorganosiloxane rubber latex prepared above. 

The polyalkyi (meth)acrylate rubber comjDonent constituting the compound rubber can be synthesized 
using an alkyi (meth)acrylate, a crosslinking agent for the polyalkyi (meth)acrylate rubber component 
(hereinafter referred to as crosslinking agent (!!)) and a graft-linking agent for the same (hereinafter referred 

25 to as graft-linking agent (II)). The alkyI (meth)acrylate includes alkyI acrylates (e.g. methyl acrylate. ethyl 
acrylate. n-propyl acrylate. n-butyl acrylate. 2-ethylbenzyl acrylate) and alkyI methacrylates (e.g. hexyl 
methacrylate. 2-ethylhexyl methacrylate. n-lauryl methacrylate). Among the alkyI (meth)acrylates, n-butyl 
acrylate is preferably used. 

As the crosslinking agent (II). polyfu notional (meth)acrylates can be used. Specific examples thereof 

30 include ethylene glycol dimethacrylate. propylene glycol dimethacrylate, 1,3-butylene glycol dimethacrylate, 
1 .4-butylene glycol dimethacrylate, allyl methacrylate and the like. 

As the graft-linking agent (II), compounds having two kinds of unsaturated group different in reactivity 
therebetween are used. Examples of such the compound include allyl methacrylate. triallyl cyanulate. triallyl 
isocyanulate and the like. The three allyl groups of both triallyl cyanulate and triallyl isocyanulate seem to 

35 have reactivity of the same level, but after a first allyl group has reacted, second and third allyl groups react 
in different reactivity from that of the first one. Triallyl cyanulate and triallyl isocyanulate, therefore, can be 
considered to have unsaturated groups different in reactivity. In the case of allyl methacrylate having two 
unsaturated groups, one of the groups having lower reactivity also reacts in part during polymerization to 
work as crosslinking site, but does not react in full, so that the remaining unsaturated group works as 

40 grafting site during the subsequent graft polymerization. These crosslinking agents (II) and graft-linking 
agents (II) can be used alone or in combination of two or more of them. Hereupon it Is desirable to cause 
allyl methacrylate to own the functions of the both, i.e. to use allyl methacrylate both as a crosslinking agent 
for the polyalkyi (meth)acrylate rubber and as a graft-linking agent for the same. 

The amount of any one of these crosslinking agent (II) and graft-linking agent (II) used is 0.1 to 10 wt.% 

45 of the polyalkyi (meth)acrylate rubber component. When allyl methacrylate is used as both the crosslinking 
agent (II) and the graft-linking agent (II), an effect that there is no need to further use other crosslinking 
agent (II) and graft-linking agent (II) is obtained by using the allyl methacrylate In amounts of 0.2 to 20 wt.% 
of the polyalkyi (meth)acrylate rubber component. 

The polyalkyi (meth)acrylate rubber component can be formed by adding the above alkyI (meth)- 

50 acrylate, crosslinking agent (II) and graft-linking agent (II) to the polyorganosiloxane rubber latex and 
subjecting the mixture to polymerization. These alkyI (meth)acrylate and both agents (II) may be added 
either in one portion or dropwise to the polymerization system. 

With the progress of the polymerization, the polyalkyi (meth)acrylate rubber component formed by the 
polymerization and the polyorganosiloxane rubber component are entangled and united with each other at 
55 the interface of the both to form a crosslinked network. Particularly, when the graft-linking agent (I) has been 
used in producing the polyorganosiloxane rubber component, grafting of the polyalkyi (meth)acrylate rubber 
component onto the polyorganosiloxane rubber component also takes place. In either case, a compound 
rubber latex which cannot substantially be separated into both the rubber components is obtained. 

5 
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This compound rubber has a structure that the polyorganosiloxane rubber component and polyalkyi 
(meth)acrylate rubber component have been entangled in part united with each other and crosslinked in 
-ft|iat state, so that it cannot be separated into both the rubber components by extraction with usual organic 
"solvents such as acetone, toluene, etc- 
5 A preferred compound rubber Is one in which the component derived from the cyclic organoslloxane in 

the polyorganosiloxane rubber, component has a repeating unit of dimethylsiloxane, and the alkyi (meth)- 
acrylate constituting the polyalkyi (meth)acrylate rubber component is n-butyl acrylate. 

The compound rubber is one which has such a structure that 1. to 99 wt.% of the polyorganosiloxane 
rubber component and 99 to 1 wt.% of the polyalkyi (meth)acrylate rubber component have been 
10 inseparably entangled and united with each other, and In which the total amount of both the components is 
100 wt.%. 

When the compound rubber in which the amount of the polyorganosiloxane rubber component exceeds 

99 wt.% is used, the composition obtained therefrom gives molded products having a poor surface 
appearance. When the compound rubber in which the amount of the polyalkyi (meth)acrylate rubber 

15 component exceeds 99 wt.% is used, the composition obtained therefrom is low in impact resistance. 
Because of this, the compound rubber used in the present invention needs to be one in which the amount 
of any one of both the rubber components is in a range of 1 to 99 wt.%, provided that the total amount of 
both the components is 100 wt.%. Preferably, the amount of the polyorganosiloxane rubber component is 5 
to 95 wt.%, and that of the polyalkyi (meth)acrylate rubber component is 95 to 5 wt.%. 

20 The compound rubber thus obtained is graft-copolymerizable with a vinyl monomer. 

The polyorganosiloxane graft copolymer is obtained by graft-polymerizing one or more kinds of vinyl 
monomer containing at least an epoxy group-containing vinyl monomer onto this compound rubber. 
If the graft copolymer is constituted so that the component derived from the epoxy group-containing vinyl 
monomer is contained in amounts of 1 to 40 wt.%, preferably 2 to 30 wt.%. more preferably 2 to 20 wt.% of 

25 the graft copolymer, other vinyl monomer than the epoxy group-containing vinyl monomer may be graft- 
polymerized together. When the amount of the component derived from the epoxy group-containing vinyl 
monomer is less than 1 wt.%, further less than 2 wt.% of the graft copolymer, compatibility between the 
polyester resin and polyorganosiloxane graft copolymer tends to become poor to result in insufficient 
development of the impact strength. On the other hand, even when the amount exceeds "40 wt.%, a further 

30 higher effect is not exhibited, and besides there is a possibility that the resin composition turns gel at the 
time of melt-kneading. In either case, there is a fear that the object of the present Invention is injured, so 
that such the amounts outside the above range are not desirable. 

The epoxy group-containing vinyl monomer includes glycidyl methacrylate. glycldyl acrylate, vinyl 
glycidyl ether, allyl glycidyl ether, glycidyl ether of hydroxyalkyi (meth)acrylate, glycidyl ether of polyal- 

35 kylene glycol (meth)acrylate, diglycidyl itaconate and the like. Among these, glycidyl methacrylate is 
preferably used. 

The vinyl monomer copolymerizable with the epoxy group-containing vinyl monomer includes 
methacrylates (e.g. methyl methacrylate, 2-ethylhexyl methacrylate), acrylates (e.g. methyl acrylate. ethyl 
acrylate, butyl acrylate). aromatic alkenyl compounds (e.g. styrene, halogen-substituted styrene, a-methyl- 
40 styrene. vinyltoluene) and vinyl cyanide compounds (e.g. acrylonitrile. methacrylonitrile). These monomers 
are used alone or in combination of two or more of them. 

The proportion of the component derived from the grafted vinyl monomer in the graft copolymer is 
preferably 2 to 60 wt.%. more preferably 3 to 40 wt.% when the weight of the graft copolymer is taken as 

100 wt.%. 

45 Also, it is desirable for the polyorganosiloxane graft copolymer to have an average particle size ranging 
from 0.08 to 0.6 um. When the average particle size Is less than 0.08 unri, it is liable to become difficult to 
obtain sufficient impact strength. When it is larger than 0.6 um, there is a fear that the composition obtained 
gives molded products having a poor surface appearance. 

The polyorganosiloxane graft copolymer having such the average particle size can be obtained 'by one- 
50 stage or multi-stage emulsion graft-polymerization of one or more kinds of monomer containing the epoxy 
group-containing vinyl monomer in the presence of the above compound rubber latex. When the multi-stage 
graft-polymerization is carried out using the epoxy group-containing vinyl monomer and other monomer 
than the one above as the aforementioned one or more kinds of monomer containing the epoxy group- 
containing vinyl monomer. It is desirable to add the epoxy group-containing vinyl monomer at the last stage 
65 of the graft polymerization. " • . 

In this graft polymerization, the component alone corresponding to the branch of the graft copolymer, 
which refers herein to a component derived from one or more kinds of monomer containing the epoxy 
group-containing vinyl monomer, polymerizes by itself without grafting onto a trunk component which refers 

6 
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herein to the compound rubber, to produce the so-called free polymer as by-product. In other words, a 
mixture of the desired graft copolymer and the free polymer is obtained by the graft polymerization. In the 
present invention, however, this mixture is referred to as "graft copolymer". 

The blending amount of the thermoplastic polyester resin and the polyorganosiloxane graft copolymer is 
5 preferably 1 to 40 parts by weight of the polyorganosiloxane graft copolymer to 99 to 60 parts by weight of 
the thermoplastic polyester resin, the total amount of the both being 100 parts by weight, in terms of the 
impact strength of the composition obtained. More preferably, the blending ratio is 5 to 50 parts by weight 
of the graft copolymer to 95 to 50 parts by weight of the polyester resin, the total amount of the both being 
100 parts by weight. 

10 When the proportion of the polyorganosiloxane graft copolymer is less than 1 part by weight, an effect to 
improve the impact resistance of the polyester resin is poor. When the proportion exceeds 40 parts by 
weight, the strength, stiffness and heat resistance of molded products obtained from the composition tends 
to be injured.. . . . 

So far as the composition of. the present invention contains the above resin components in the above 
75 blending ratio, a filler can be incorporated*, as an additional component into the composition in order to 

further improve the heat resistance, mechanical strength, etc. of the composition. As such the filler, those 

having a fibrous form, granular form, powdery form.- etc. may be.used. m • . 

The filler includes for example glass fibers, carbon fibers, potassium titanatei asbestos, silicon carbide, 

ceramics fibers, metal fibers, silicon nitride, aramide fibers, barium sulfate, calcium sulfate, calcium silicate, 
20 calcium carbonate, magnesium carbonate, antimony trioxide, zinc oxide, titanium oxide, magnesium oxide. 

iron oxide, molybdenum desulfide, mica, talc, kaolin, pyrophylite, bentonite, sericite. zeolite, wollastonite, 

other clays, ferrite, graphite, gypsum, glass beads, glass balloons, quartz, etc. 

When these fillers are used, their amount used is preferably 10 to 300 parts by weight per 100 parts by 

weight of the total amount of the resin components comprising as main resins the polyester resin and 
25 polyorganosiloxane graft copolymer. When the amount is less than 10 parts by weight, an effect to improve 

the heat resistance, mechanical strength, etc. is small. When the amount exceeds 300 parts by weight, the 

melt-flowability of the composition becomes so poor that there is a fear that the appearance of molded 

products is injured. 

If necessary, plasticizers, flame retardants, lubricants, pigments, etc. may be incorporated into the resin 
30 ' composition of the present invention. 

For producing the resin composition of the present invention, any means may be used as far as the 
resin composition is obtained by melt-mixing at least the polyester resin and the polyorganosiloxane graft 
copolymer. It is however desirable to employ the following method: Firstly, the polyorganosiloxane graft 
copolymer latex is added to an aqueous metal salt solution containing, for example, calcium chloride or 
35 magnesium sulfate to salt it out and coagulate it, and the coagulated product is separated, recovered and 
dried. And then, the polyorganosiloxane graft copolymer dry powder thus obtained, the polyester resin and 
if necessary, the filler are added to an extruder, melt-kneaded and pelletized. 

The pellet thus obtained can be molded over a wide temperature range, and for example, it can be molded 
on a common injection molding machine. 
40 The present invention will be illustrated specifically with reference to the following examples. In the 
examples, "part" means "part by weight". Physical properties in the examples and comparative examples 
were measured by the following methods under absolutely dried conditions. 
Average particle size: . 

Measured according to the quasi-elastic light scattering method (MALVERN SYSTEM 4600; measure- 
45 ment temperature. 25 'C; angle of scattering, 90 degrees) using an aqueous dilute solution of the latex as 
sample solution. 
Izod impact strength: 

Measured according to ASTM D-256 using a test piece with a 1/8" notch. 
Heat distortion temperature (HDT): 
60 Measured according to ASTM D-648 using a high load of 18.6 kg/cm^. 
Surface appearance: 

Evaluated in two stages by visual assessment, 
o No pearly luster. 
X Peariy luster is observed. 

55 

Referential Example 1 

Two parts of tetraethoxysilane, 0.5 part of 7-methacryloyloxypropyldimethoxymethylsilane and 97.5 

7 
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parts of octamethylcyclotetrasiloxane were mixed to obtain 100 parts of a siloxane mixture. 

0.67 part of sodium, dodecylbenzenesulfonate and 0.67 part of dodecylbenzenesulfonic acid were 
dissolved in 200 parts of distilled water, and to the resulting solution was added 100 parts of the above 
siloxane mixture. The resulting mixture was preliminarily stirred at 10000 rpm with a homomixer and then 
5 emulsified with a homogenlzer under a pressure of 200 kg/cm^ to obtain an organosiloxane latex. This latex 
was transferred to a separable flask equipped with a condenser and a stirring blade, and heated at 80 * C for 
5 hours with stirring and mixing and then allowed to stand at 20*C for 48 hours. Thereafter, this latex was 
neutralized to a pH of 7,5 with an aqueous sodium hydroxide solution to complete polymerization. Thus, a 
polyorganosiloxane rubber latex (hereinafter referred to as PDMS-1) was obtained. The conversion of the 
10 siloxane..mixture to the polyorganosiloxane rubber was 88.6%, and the number average particle size of the 
polyorganosiloxane rubber was 0.22 um. 

35 Parts of PDMS-1 was sampled and put In a separable flask equipped with a stirring blade. After 175 
parts of distilled water was added and the atmosphere in the flask was replaced by a nitrogen gas. the 
contents of the flask were heated to 50 " C. At this temperaturOr a mixed solution of 78.4 parts of n-butyl 
15 acrylate, 1 .6 parts of allyl methacrylate and 0.3 part of tert-butyl hydroperoxide was added. 

Thereafter, a mixed solution of 0.002 part of ferrous sulfate. 0.006' part of disodium 
ethylenedlamlnetetraacetate, 0.3 part of Rongalite (sodium formaldehyde sulfoxylate) and 10 parts of 
distilled water was added, and radical polymerization was carried out while maintaining the inner tempera- 
ture at 70 ' C for 2 hours to obtain a compound rubber latex. 
20 To this compound rubber latex was dropwise added a mixed solution of 10 parts of glycldyl 
methacrylate and 0.024 part of tert-butyl hydroperoxide over 15 minutes, and graft polymerization onto the 
compound rubber was carried out while maintaining the reaction solution at an Inner temperature of 60 
for 2 hours. The conversion of glycidyl methacrylate was 98.5%. and the number average particle size of 
the graft copolymer was 0.24 um. This latex was added to a 5% aqueous calcium chloride solution at 40* C 
25 so that the ratio of the latex to the aqueous solution was 1 : 2. Thereafter, the mixed solution was heated to 
90 to coagulate the latex. After cooling, the solid matter was filtered off and dried overnight at 80* C to 
obtain a powdery polyorganosiloxane graft copolymer (hereinafter referred to as S-1). 

Referential Examples 2 to 4 

30 

A compound rubber latex was obtained in the same manner as in Referential Example 1 except that: 
(1) PDMS-1 (conversion to the polyorganosiloxane rubber, 88.6%: number average particle size, 0.22 
um) obtained In the same manner as in Referential Example 1 was sampled in amounts shown in Table 
1. 

35 (2) distilled water was added thereto In amounts shown in Table 1 , and 

(3) n-butyl acrylate, 1,3-butylene glycol dimethacrylate and triallyl cyanulate were used in amounts 
shown In Table 1 in place of 78.4 parts of n-butyl acrylate and 1 .6 parts of allyl methacrylate. 
To this compound rubber latex was dropwise added a mixed solution of 10 parts of methyl methacrylate 
and 0.03 part of cumene hydroperoxide over 20 minutes. After completion of the addition, the Inner 
40 temperature was kept at 60 • C for 1 hour, after which a mixed solution of 5 parts of glycidyl methacrylate 
and 0.015 part of cumene hydroperoxide was dropwise added thereto over 10 minutes. After completion of 
the addition, the inner temperature was kept at 60 •C for 2 hours to complete graft polymerization. 
Thereafter, coagulation and drying were carried out in the same manner as in Referential Example 1 to 
obtain polyorganosiloxane graft copolymers S-2 and S-4. The number average particle size of these 
45 copolymers are shown in Table 1 . 



50 



55 



8 



BNSDOCID: <EP p476293A1J_> 



EP 0 476 293 A1 

Table 1 



5 




S-2 


S-3 


S-4 




Distilled water (part) 


200 


175 


175 


70 












Polyorgaribsildxdne (part) 


35 


138 


241 


IS 


n-Butyl acrylate (part) 


72 ' 


42 


12 




1,3-Butylene glycol 
dimethacrylate (part) 


2 


2 


2 


20 ■ 












Triallyl isocyanulate (part) 


1 


1 


1 


25 


Number average particle 
size (pm) 


0-24 


0.23 


0.23 



30 Referential Examples 5 to 7 

274 Parts of the compound rubber latex obtained In the same manner as in Referential Example 1 was 
put in a separable flask equipped with a stirring blade. After atmosphere in the flask was replaced by a 
nitrogen gas, the contents of the flask were heated to 60 •Q. At this temperature, a mixed solution of 7.5 

35 parts of glycldyl methacrylate, each of monomers shown in Table 2 and 0.04 part of cumene hydroperoxide 
was dropwise added thereto over 20 minutes. After completion of the addition, graft polymerization onto the 
polyorganosiloxane rubber was carried out while maintaining the inner temperature at 60 'C for 2 hours. 
Thereafter, coagulation and drying were carried out in the same manner as in Referential Example 1 to 
obtain polyorganosiloxane graft copolymers S-5 to S-7. The average number particle size of these 

40 copolymers are shown in Table 2. 

Table 2 





S-5 


S-6 


S-7 


Methyl methacrylate (part) 


7.5 






Styrene/acrylonitrile (part) 




5.5/2 




n-Butyl acrylate (part) 






7.5 


Number-average particle size (um) 


0.24 


0.24 


0.24 



Referential Example 8 

200 Parts of distilled water and 1 part of sodium dodecylbenzenesulfonate were put in a separable flask 
equipped with a stirring blade. After the atmosphere in the flask was replaced by a nitrogen gas. the 
contents of the flask was heated to 50 'C. At this temperature, a mixed solution of 72 parts of n-butyl 
acrylate, 2 parts of 1 ,3-butylene glycol dimethacrylate, 1 part of triallyl cyanulate and 0.3 part of tert-butyl 
hydroperoxide was added thereto. Thereafter, a mixed solution of 0.002 part of ferrous sulfate, 0.006 part of 
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disodium ethylenediaminetetraacetate. 0.3 part of Rongalite and 10 parts of distilled water was added 
thereto. Radical polymerization was then carried out while maintaining the reaction solution at an inner 
temperature of 70* C for 2 hours to obtain a polyacrylate rubber latex. 

To this rubber latex v/as dropwise added a mixed solution of 10 parts of methyl methacrylate and 0.03 

5 part of cumene hydroperoxide over 20 minutes. After completion of the addition, the inner temperature was 
kept at 60 for 1 hour, after which a mixed solution of 5 parts of glycidyl methacrylate and 0.015 part of 
cumene hydroperoxide was dropwise added thereto over 10 minutes. After completion of the addition, the 
inner temperature was kept at 60 'C for 2 hours to complete graft polymerization. Thereafter, coagulation 
and drying were carried out in the same manner as in Referential Example 1 to obtain a polyacrylate rubber 

10 graft copolymer (hereinafter referred to as S-8). . 

Referential Example 9 

The dry powder of a polyorganosiloxane graft copolymer (hereinafter referred to as S-11) was obtained 
75 in the same manner as in Referential Example 1 except that as a monomer to be grafted onto the 
polyorganosiloxane compound rubber, 10 parts of methyl methacrylate was used in place of 10 parts of 
glycidyl methacrylate. 

Referential Example 10 

20 

194 Parts of dimethyl terephthalate, 288 parts of 1 .4-cyclohexanedimethanol and 10 parts of a n-butanol 
solution containing 14.4% of NaHTi(OC4 H9)6 were charged into a stainless steel reactor and heated to 
190*C to 200 with stirring. After methanol was completely distilled out of the reactor, the temperature 
was raised to about 270 •C, and the pressure in the reactor was reduced to 1 mmHg. After the temperature 
25 was. further raised to 300 to 310*C rn 1.5 hours, a nitrogen gas was introduced into the reactor to return 
the pressure in it to normal pressure. Thus, polycyclohexylenedlmethylene terephthalate (hereinafter 
referred to as PCT) was obtained. The polymer obtained had a melting point of 290 * to 300 ' C and an 
intrinsic viscosity of 0.78, 

30 Examples 1 to 10 and Comparative Examples 1 to 8 

Polybutylene terephthalate (trade name, TUFPET N-1000; produced by Mitsubishi Rayon Co., Ltd.) 
(hereinafter refen-ed to as PBT) was used as the thermoplastic polyester resin. PBT was blended with the 
polyorganosiloxane graft copolymers S-1 to S-7 obtained in Referential Examples 1 to 7 in proportions 
35 shown in Table 3. Each mixture was fed to a twin-screw extruder (TEM-35B. produced by Toshiba Machine 
Co.. Ltd.), melt-mixed at a cylinder temperature of 240* C and then palletized. 

After the pellet obtained was dried, it was molded into test pieces with an injection molding machine 
(Promat injection molding machine, produced by Sumitomo Heavy Industries, Ltd.) at a cylinder tempera- 
ture of 240 "C and at a mold temperature of 80 "C. Evaluation of impact resistance was then carried out 
40 using the test piece. The results are shown in Table 3. 

For comparison, the test piece was prepared and evaluation of physical properties was carried out in 
the same manner as above except that test samples described in the following Comparative Examples were 
used in place of the polyorganosiloxane graft copolymers: 
(1) In Comparative Example 1, PEB alone was used. 
45 (2) In Comparative Example 2, a rubber (hereinafter referred to as S-9) obtained by coagulating and 
drying the polyorganosiloxane rubber latex obtained In the course of production of S-1 in Referential 
Example 1 , was used in place of the polyorganosiloxane graft copolymer. 

(3) In Comparative Example 3, the coagulated and dried product (hereinafter referred to as S-10) of the 
compound rubber obtained in the course of production of S-1 in Referential Example 1, was used in 

50 place of the polyorganosiloxane graft copolymer. 

(4) In Comparative Example 4, a copolymer (hereinafter referred to as S-8) obtained by grafting a vinyl 
monomer containing glycidyl methacrylate onto a polyacrylate rubber, was used in place of the graft 
copolymer used in the present invention. 

(5) In Comparative Example 5. a copolymer (hereinafter referred as to S-1 1) obtained by grafting methyl 
55 methacrylate in place of the vinyl monomer containing glycidyl methacrylate in Comparative Example 4, 

was used in place of the graft copolymer used in the present invention. 

(6) In Comparative Examples 6, 7 and 8, Bondfast E (a-olefin/glycidyl methacrylate copolymer produced 
by Sumitomo Chemical Co., Ltd.), which is a conventionally used impact resistance modifier, was used in 
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place of the graft copolymer used in the present invention. 
The results are shown together in Table 3, 

From the results of Examples 1 to 4 and 5 to 10. It can be seen that the copolymer obtained by graft- 
polymerizing a vinyl monomer containing glycidyl methacrylate onto the polyorganosiloxane compound 
rubber shows excellent impact resistance at either of room temperature or low temperature. Further, it can 
be. seen that excellent impact resistance and appearance are obtained in either of Examples 8 to 10 in 
which the blending ratio of the polyorganosiloxane graft copolymer to PBT was changed- Still further, it can 
be seen that excellent impact resistance is obtained in either of Example 1 in which glycidyl methacrylate 
alone was grafted onto the compound rubber. Examples 5 to 7 in which a mixture of glycidyl methacrylate 
and other vinyl monomer was grafted, or Examples 2 to 4 in which glycidyl methacrylate was grafted at the 
last stage of a multi-stage graft polymerization. 

On the other hand, the impact resistance at both room temperature and low temperatures is poor when 
the polyorganosiloxane graft copolymer is not contained (Comparative Example 1) or the polyorganosilox- 
ane rubber or compound rubber before graft polymerization is used (Comparative Examples 2 and 3). 

Excellent impact resistance developed in the present invention is brought about by using the polyor- 
ganosiloxane graft copolymer obtained by grafting a vinyl monomer containing at least glycidyl 
methacrylate. The impact resitance Is not good when the graft copolymer obtained with the polyacrylate 
rubber was used (Comparative Example 4) and the graft copolymer containing no glycidyl methacrylate was 
used (Comparative Example 5). 

When Bondfast E was used, it can be seen that the impact resistance is superior as compared with 
other Comparative Examples, but that as compared with Examples 1 to 9 in which Bondfast E was used in 
the same blending ratio, the impact resistance is somewhat inferior even at room temperature, and 
particularly much Inferior at low temperatures. 

Examples 11 and 12 and Comparative Examples 9 and 10 

Procedure was carried out in the same manner as in Example 2 except that: 

(1) PBT, a thermoplastic polymer resin, was replaced by polyethylene terephthalate (trade name, 
DIANITE PA-210: produced by Mitsubishi Rayon Co., ltd.) (hereinafter referred to as PET) and 
polycyclohexylenedimethylene terephthalate (PCT) obtained in Referential Example 11, and 

(2) the cylinder temperature of both the extruder and injection molding machine was set at 280 'C for 
PET and 310* C for PCT. and the mold temperature of the both was set at 120' C for either of PBT or 
PCT. 

The results of evaluation are shown in Table 3. 

For comparison, the test piece was prepared using PET or PCT alone, and the impact resistance was 
evaluated with the test piece. The results are shown together in Table 3. 
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Examples 13 to 20 and Comparative Examples 11 to 15 

Varying thermoplastic polyester resins and fillers as shown in Table 4 and the polyorganosiloxane graft 
S5 copolymer S-2 were blended in varying blending ratios shown in Table 4. The test piece for evaluation was 
prepared by carrying out pelletlzing and injection molding in the same manner as in Examples 2, 11 and 12, 
In which PBT, PET and PCT were used, respectively, except that a single screw extruder (30 <t>) was used 
as extruder. In the above pelletizing and injection molding, the same conditions were used for the same 
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thermoplastic polyester resins. The physical properties were then evaluated with the test piece. 
The results are shown in T^ble 4. 

For comparison, the test piece was prepared under the same conditions with a blend of PBT, PET or 
PCT and a glass fiber (GF). a blend of PBT. S-9 and GF and a blend of PBT. Bondfast E and GF. The 
physical properties were then evaluated with the test piece. The results are shown together In Table 4. 
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Referential Examples 11 and 12 



Two parts of tetraethoxysilane. 0.5 part of 7-methacryloyloxypropyldimethoxymethylsilane and 97.5 
55 parts of octamethylcyclotetrasiloxane were mixed to obtain 100 parts of a siloxane mixture. 

0.67 part of sodium dodecylbenzenesulfonate and 0.67 part of dodecylbenzenesulfonic acid were 
dissolved in 200 parts of distilled water, and the resulting mixture was added to 100 parts of the above 
siloxane mixture. The resulting mixture was preliminarily stirred at 10000 rpm with a homomixer and then 
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t 



emulsified with a homogenizer under a pressure of 200 kg/cm^ to obtain an organosiloxane latex. This latex 
was transferred to a separable flask equipped with a cxindenser and a stirring blade, and heated at 80* C for 
5 hours with stirring and mixing and then allowed to stand at 20 • C for 48 hours. Thereafter, this latex was 
neutralized to a pH of 7.2 with an aqueous sodium hydroxide solution to complete polymerization. Thus, a 

5 polyorganosiloxane rubber latex (hereinafter referred to as PDMS-2) was obtained. The conversion of the 
siloxane mixture to the polyorganosiloxane rubber was 89.1%, an the average particle size of the 
polyorganosiloxane rubber was 0.19 um. 

This PDMS-2 was sampled In an amount shown in Table 5 and put in a separable flask equipped with a 
stirrer. After distilled water of an amount shown in Table 5 was added and the atmosphere in the flask was 

10 replaced' by a nitrogen gas, the contents of the flask were heated to 50 'C. At this temperature, a mixed 
solution of n-butyl acrylate and allyl methacrylate of amounts shown in Table 5 and 0.3 part of tert-butyl 
hydroperoxide was added. Thereafter,, a mixed solution of 0.002 part of ferrous sulfate. 0.006 part of 
disodium ethylenediaminetetraacetate, 0.3 part of Rongalite and 10 parts of distilled water was added, and 
radical polymerization was carried out while maintaining the inner temperature at 70* C for 2 hours to obtain 

.15 a compound rubber latex. . • --^ 

To this compound rubber latex was dropwise added a mixed solution of 10 parts of. methyl methacrylate 
and 0.03 part of cumene hydroperoxide over 20 minutes. After completion of the addition, the inner- 
temperature was kept at 60 'C for 1 hour, after which a mixed solution of 5 parts of glycidyl methacrylate- 
and 0.015 part of cumene hydroperoxide was dropwise added thereto over 10 minutes. After completion of 

20 the addition, the Inner temperature was kept at 60 'C for 2 hours to complete graft polymerization. 
Thereafter, coagulation and drying were carried out in the same manner as in Referential Example 1 to 
obtain two kinds of polyorganosiloxane graft copolymer S-12 and S-13. The average particle size of these 
copolymers are shown in Table 5. 

25 Table 5 





S-12 


S-13 


Distilled water (part) 


96 


39 


PDMS-2 (part) 


138 


241 


n-Butyl acrylate (part) 


42 


12 


Allyl methacryalte (part) 


0.8 


0.24 


Average particle size (um) 


0.24 


0.23 



Referential Example 13 

40 

A polyorganosiloxane rubber latex (hereinafter referred to as PDMS-3) was obtained with the same 
procedure and reaction conditions as in the production of PDMS-2 in Referential Example 11 except that as 
the siloxane mixture was used 100 parts of a mixture of 0.5 part of -y-methacryloyloxypropyldimethox- 
ymethylsilane and 99.5 parts of octamethylcyclotetrasiloxane. The conversion of the siloxane mixture to the 
polyorganosiloxane rubber was 91.1%, and the average particle size of the polyorganosiloxane rubber was 
0.19 um. 

283 Parts of PDMS-3 was put in a separable flask equipped with a stirring blade, the atmosphere in the 
flask was replaced by a nitrogen gas and the contents of the flask was heated to 60* C, At this temperature, 
a mixed solution of 0.002 part of ferrous sulfate, 0.006 part of disodium ethylenediaminetetraacetate. 0.3 
part of Rongalite and 10 parts of distilled water was added thereto. Thereafter, a mixed solution of 10 parts 
of methyl methacrylate and 0.03 part of cumene hydroperoxide was dropwise added thereto over 20 
minutes. After completion of the addition, the inner temperature was kept at 60 * C for 1 hour, after which a 
mixed solution of 5 parts of glycidyl methacrylate and 0.015 part of cumene hydroperoxide was dropwise 
added thereto over 10 minutes. After completion of the addition, the Inner temperature was kept at 60* C for 
2 hours to complete graft polymerization. The number average particle size of the graft copolymer latex 
obtained was 0.22 um. Thereafter, coagulation and drying were carried out in the same manner as In 
Referential Example 1 to obtain a polyorganosiloxane graft copolymer (hereinafter referred to as S-14). 

Referential Example 14 

14 
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200 Parts of distilled water and 1 part of sodium dodecylbenzenesulfonate were put in a separable flask 
equipped with a stirring blade. After the atmosphere in the flask was replaced by a nitrogen gas, the 
contents of the ilask was heated to 50 'C. At this temperature, a mixed solution of 83.5 parts of n-butyl 
acrylate. 1.5 parts of allyl methacrylate and 0.3 part of cumene hydroperoxide was added thereto. 

5 Thereafter, a mixed solution of 0.002 part of ferrous sulfate. 0.006 part of disodium 
ethylenediaminetetraacetate, 0.3 part of Rongallte and 10 parts of distilled water was added thereto. Radical 
polymerization was then carried out while maintaining the reaction solution at an inner temperature of 70*C 
for 2 hours to obtain a polyacrylate rubber latex. 

To this rubber latex was dropwise added a mixed solution of 10 parts of methyl methacrylate and 0.03 

10 part of cumene hydroperoxide over 20 minutes. After completion of the addition, the inner temperature was 
kept at 60 "C for 1 hour, after which a mixed solution of 5 parts of glycidyl methacrylate and 0.015 part of 
cumene hydroperoxide was dropwise added thereto over 10 minutes. After completion of the addition, the 
Inner temperature was kept at 60 'C for 2 hours to complete graft polymerization. Thereafter, coagulation 
and drying were carried out in the same manner as in Referential Example 1 to obtain a polyacrylate rubber 

IS graft copolymer (hereinafter referred to as S-1 5). 

Examples 21 and 22 and Comparative Examples 16 and 17 

Polybutylene terephthalate (trade name, TUFPET N-1000; produced by Mitsubishi Rayon Co., Ltd.) 

2o used in Example 1 was used as the thermoplastic polyester resin. This polyester resin was blended with the 
polyorganosiloxane graft copolymers S-1 2 to S-1 5 obtained in Referential Examples 11 to 14 in proportions 
shown in Table 6. Each mixture was pelletized with a twin-screw extruder (TEM-35B, produced by Toshiba 
Machine Co.. Ltd.). After the pellet obtained was dried, it was molded into test pieces with an Injection 
molding machine (Promat injection molding machine, produced by Sumitomo Heavy Industries. Ltd.), and 

25 evaluation of the physical properties was carried out. The cylinder temperature of both the extruder and 
Injection molding machine was set at 240 'C, and the mold temperature of the both was set at 80 'C. The 
results are shown In Table 6. 

The test piece was prepared in the same manner as above using a copolymer obtained by grafting a 
monomer containing an epoxy group-containing vinyl monomer onto a polyorganosiloxane homorubber 

30 (Comparative Example 16) and a copolymer obtained by grafting a monomer containing an epoxy group- 
containing vinyl monomer onto a polyacrylate rubber (Comparative Example 17) in place of the graft 
copolymer used in the present invention. The evaluation of physical properties was then carried out. The 
results also are shown together in Table 6. 
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Example 23 

The latex of a graft copolymer (hereinafter referred to as S-16) was obtained in the sanne manner as in 
Referential Example 1 except that 10 parts of glycidyl acrylate was used in place of 10 parts of glycidyl 
55 methacrylate. The conversion of glycidyl acrylate was 97.9%, and the average particle size of the graft 
copolymer latex was 0.23 um. This latex was coagulated, filtered off and dried in the same manner as in 
Referential Example 1 to obtain a dry powder. Evaluation was then canried out in the same manner as in 
Example 1 using this dry powder. The results are shown in Table 7. 
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Example 24 

The latex of a graft copolymer (hereinafter referred to as S-17) was obtained in the same manner as in 
Referential Example 1 except that a mixture of 5 parts of diglycidyl itaconate and 5 parts of methyl 
5 methacrylate was used in place of 10 parts of glycidyl methacrylale. The conversion of diglycidyl itaconate 
and methyl methacrylate was 98.1%. and the average particle size of the graft copolymer latex was 0.23 
y.m. This latex was coagulated, filtered off and dried in the same manner as in Referential Example 1 to 
obtain a dry powder. Evaluation was then carried out in the same manner as in Example 1 using this dry 
powder. The results are shown in Table 7. 
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60 

Claims 

1. A polyester resin composition obtained by nnelt-mixing a mixture comprising resin components 
55 comprising as main resins 

(A) a thermoplastic polyester resin and 

(B) a polyorganosiloxane graft copolymer obtained by graft-polymerizing one or more kinds of vinyl 
monomer containing at least an epoxy group-containing vinyl monomer onto a compound rubber in 

18 



BNSOOCIO: <EP_ 



_0476293A1_ 



EP 0 476 293 A1 



which a polyorganosiloxane rubber and a polyalkyi (meth)acrylate rubber have been inseparably 
united with each other. 

2. A polyester resin composition according to Claim 1, wherein said thermoplastic polyester resin is one 
5 or more members selected from the group consisting of polybutylene terephthalate, polyethylene 

terephthalate and poly(1 ,4-cyclohexanedimethylene terephthalate). 

3. A polyester resin composition according to Claim 1, wherein said compound rubber is one obtained by 
polymerizing an alkyi (meth)acrylate, a crosslinking agent for a polyalkyi (meth)acrylate rubber and a 

10 graft-linking agent for a polyalkyi (meth)acrylate rubber In the presence of a polyorganosiloxane rubber 
obtained by emulsion-polymerizing organosiloxane, a crosslinking agent for a polyorganosiloxane 
rubber and if necessary, a graft-linking agent for a polyorganosiloxane rubber. 

4. A polyester resin composition according to Claim 1. wherein the proportion of a component derived 
15 from said epoxy group-containing vinyl monomer in said polyorganosiloxane graft copolymer is 1 to 40 

wt.%. 

5- A polyester resin composition according to Claim 1, wherein the proportion of a component derived 
from said epoxy group-containing vinyl monomer in said polyorganosiloxane graft copolymer is 2 to 30 

20 wt.%. 

6- A polyester resin composition according to Claim 1. wherein the proportion of said one or more kinds of 
vinyl monomer containing at least the epoxy group-containing vinyl monomer In said polyorganosilox- 
ane graft copolymer is 2 to 60 wt.%. 

25 

7. A polyester resin composition according to Claim 1 , wherein the latex of said polyorganosiloxane graft 
copolymer has an average particle size of 0.08 to 0.6 urn. 

8- A polyester resin composition according to Claim 1, wherein the blending amount of said thermoplastic 
30 polyester resin and said polyorganosiloxane graft copolymer is 1 to 40 parts by weight of the latter to 
99 to 60 parts by weight of the former, the total amount of the both being 100 parts by weight. 

9. A polyester resin composition according to Claim 1 which contains 10 to 300 parts by weight of a filler 
per 100 parts by weight of the total amount of the resin components comprising as main resins the 
35 themnoplastic polyester resin (A) and the polyorganosiloxane graft copolymer (B). 
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